Permanent Painting

expensive, but when made from zinc yellow or barium
yellow, it is not quite as strong in hiding power, but
is very desirable. The color dries well.

NEW BLUE

New blue is an artificial ultramarine blue of the
cobalt shade, perfectly permanent, excepting when
mixed with white lead or flake white, or any other
color containing lead. It must not be used in con-
junction with a lead drier. By itself it is absolutely
permanent and dries well.

NOTTINGHAM WHITE

This is a form of white lead or flake white, which
is described under the heading of flake white.

OLIVE GREEN

Olive green is a beautiful pigment, composed of a
mixture of yellow lake and Prussian blue. It is not
permanent and should not be used, for it dries badly
and fades.

Olive green may be made of raw sienna and Prus-
sian blue, in which case it dries well and is absolutely
permanent, and when mixed with constant white
(blanc fixe) or diluted with blanc de lacque (alumina
hydrate) produces a lake of any degree of transpar-
ency.
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